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WHAT IS CLAIMED IS: 

1 . A color photothermographic element comprising at least three 
light-sensitive units which have their individual sensitivities in different 
wavelength regions, each of the units comprising at leas/ one light-sensitive 
silver-halide emulsion, binder, and dye-providing coupler, and a blocked 
developer in the presence of an effective amount of % thermal solvent represented 
by the following structure 



OH 



wherein the substituent B is independently selected from a substituent where an 
oxygen, carbon, nitrogen phosphorus oriulfur atom is linked to the ring as part of 
an ester, amido, ether, aminosulfonyl,yulfamoyl, carbonyl, (acyl) or sulfonyl 
group; 

m is 0 to 4; and 

wherein the substituent R is independently selected from a substituted or 
unsubstituted alkyl, cycloalkyl.yaiyl, alkylaryl, or forms a ring with another 
substituent on the ring; 
n is 0 to 4; and 
wherein m+n is 1 to 5. 



2. A colpr photothermographic element comprising at least three 
light-sensitive units which have their individual sensitivities in different 
wavelength regions, yeach of the units comprising at least one light-sensitive 
silver-halide emuls/on, binder, and dye-providing coupler, and a blocked 
developer in the presence of a thermal solvent having a melting point of at least 
80°C, represented by the following structure 



m 
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OH 



wherein the substituent B is independently selected from a substituent where an 
oxygen, carbon, nitrogen, phosphorus or sulfur atom is linked to the ring as part 
of a ketone, aldehyde, ester, amido, carbamate, ether, aminosulfonyl, sulfamoyl, 
sulfonyl, amine, phosphin^; or aromatic heterocylcic group; 
m is 0 to 4; and / 

wherein the substituent R is independently selected from a substituted or 
unsubstituted aJxyl, cycloalkyl, aryl, alkylaryl, or forms a ring with another 
substituent/on the ring; 
n is 0 to4; and 
wherein m+n is 1 to 5. 

3. The color photothermographic element of claim 1 wherein B is 
selected from the group consisting of -C(=0)NHR 2 , -NHC(=0)R 2 , -NHS0 2 R 2 , 
-COR 2 , -S0 2 NHR 2 , and -S0 2 R 2 wherein R 2 is substituted or unsubstituted alkyl, 
cycloalkyl, aryl, alkylaryl, heterocyclic group and can optionally comprise a 
phenolic hydroxy 1 group. 

4. The color photothermographic element of claim 2 wherein B is 
selected from the group consisting of -C(=0)NHR 2 , -NHC(=0)R 2 , -NHS0 2 R 2 , 
-S0 2 NHR 2 , -S0 2 R 2 , -C(=0)R 2 , -C(=0)OR 2 , and -OR 2 , wherein R 2 is substituted or 
unsubstituted alkyl, cycloalkyl, aryl, alkylaryl, heterocyclic group and can 
optionally comprise a phenolic hydroxyl group. 

5. The color photothermographic element of claim 2 wherein the 
melting point is between 100 and 250°C. 
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6. The color photothermographic element of claim 2 wherein 
when m is 0, n is at least 1 and there is a second phenolic group on an R 
substituent. 

7. The color photothermographic element of claim 3 wherein n is 
1 and R 2 is a substituted or unsubstituted phenyl substituent. 



wherein LINK is/selected from the group consisting of -C(=0)NH- , -NHC(=0)-, 
-NHS0 2 - , -QK>)-, -C(=0)0-, -0(R 3 )-, -S0 2 NH-, and -S0 2 s where R 3 is an 
alkyl group and R and n is as defined above; and p is 0 to 4. 

9. The color photothermographic element of claim 8 wherein R is 
independently selected from substituted or unsubstituted CI to CIO alkyl group. 

10, The color photothermographic element of claim 2 wherein n+p 
is 1 and R is a CI to C6 alkyl group. 




1 1 . The color photothermographic element of claim 1 wherein the 
thermal solvent is 2-hydroxybenzamide or a derivative thereof. 
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12. The color photothermographic element of claim 1 in which the 
thermal solvent is present in the amount of 0.01 times to 0.5 times the amount by 
weight of coated gelatin per square meter. 

13. The color photothermographic element of claim 1, comprising 
a radiation sensitive silver halide, and a thermal solvent represented by the 
following structure 



OH 




wherein B and R are as described in claim 1 . 



14. The photothermographicyelement of claim 3 wherein the 
thermal solvent is selected from the group/consisting of: 



MF-l 


OH / 


MF-2 . 


OH 


MF-3 


OH / 

/ \. 


MF-4 


a" 
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MF15 


OH 

COPh 






MF16 


OH 
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MF18 
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/ 16. A color photothermographic element according to claim 1, 

'wherein the blocked developer is a compound represented by the following 
structure: 
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DEV LINK 



(TIME), 



Jm / 



H' 



wherein: 



DEV is a developing agent; / 
LINK is a linking group; / 
TIME is a timing group; / 
n is 0, 1, or 2; / 

t is 0, 1, or 2, and whpn t is not 2, the necessary number of 



C* is tetrahedral/sp 3 hybridized) carbon; 
p is 0 or 1; / 
q is 0 or 1; / 
w is 0 or l/ 

p + q = /and when p is 1, q and w are both 0; when q is 1, then w 



R 12 is hydrogen, or a substituted or unsubstituted alkyl, cycloalkyl, 



aryl or heterocyclic group or R 12 can combine with W to form a ring; 



is independently selected from a substituted or unsubstituted 



(referring to>the following T groups) alkyl group, cycloalkyl group, aryl, or 
heterocyclic group, an inorganic monovalent electron withdrawing group, or an 
inorganic divalent electron withdrawing group capped with at least one CI to CIO 
organic group (either an R 13 or an R 13 and R 14 group), preferably capped with a 
substituted or unsubstituted alkyl or aryl group; or Tis joined with W or R 12 to 
form a ring; or two T groups can combine to form a ring; 



^substituted (referring to the following D groups) heteroaromatic group or aryl 
group or monovalent electron withdrawing group, wherein the heteroaromatic can 
optionally form a ring with T or R 12 ; 



hydrogens (2-t) are present in the Structure; 



is 1; 



D is a first activating group selected from substituted or 
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X is a second activating group and is a divalent electron, 
withdrawing group; 

W is W or a group represented by the following structure: 



-W' 



L (t) 



^ q ( D Kr^ (TIME) » Lr 

H^| 

Rl2 



-DEV 



W* is independently selected fron/a substituted or unsubstituted 
(referring to the following W groups) alkyl (pteferably containing 1 to 6 carbon 
atoms), cycloalkyl (including bicycloalkyls( but preferably containing 4 to 6 
carbon atoms), aryl (such as phenyl or mlphthyl) or heterocyclic group; and 
wherein W in combination with T or K l2 can form a ring; 

R 13 , R 14 , R 15 , and I can independently be selected from 
substituted or unsubstituted alky/ aryl, or heterocyclic group; 

any two members of the following set: R 12 , T, and either D or W, 
that are not directly linked may be joined to form a ring, provided that creation of 
the ring will not interfere'with the functioning of the blocking group; 

wherenaf the T, R 12 , D, X and W groups are selected such that the 
blocked developer Was a half-life (t„ a ) <20 min, and a peak discrimination, at a 
temperature of af4east 60°C, of at least 2.0. 

17. The photothermographic element of claim 1 wherein Dp is 3 
to 10 ancCDp is at a temperature of 100 to 160°C. 



18. A color phototh^mographic element according to claim 16, 
wherein the blocked developer/is>k compound represented by the following 
structure: 



o 




c ^(D) p (X)^ 
| 

R 7 R 12 




wherein: 

Z is OH or NR 2 R 3 , where R 2 and R 3 are independently hydrogen or 
a substituted or unsubstituted alkyj/group or R 2 and R 3 are connected to form a 
ring; 

R 5 , R 6 , R 7 , and/R 8 are independently hydrogen, halogen, hydroxy, 

/ 

amino, alkoxy, carbonamidp, sulfonamido, alkylsulfonamido or alkyl, or R 5 can 

connect with R 3 or R^ and/or W 8 can connect to R 2 or R 7 to form a ring; 

/ > I 

W is either W'/or a group represented by the following structure: 




V / I 



P 

FT 
R 



12 




wherein T, t, C*, R 12 , D, p, X, q, W and w are as defined above. 

/ 

; / 

I 19. A photothermographic element according to claim 18, wherein 
X is a sulfonyl or a cyano group and Z is NR 2 R 3 . 
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20. A photothermographic element according to claim 18, wherein 
when T is an electron withdrawing group or a heteroaromatic group, or an aryl 
substituted with one or more electron withdrawing groups. 



21. A photothermographic element according to claim 18, wherein 
when T is -S0 2 -, -OSO r , -NR 14 (S0 2 )/-C0 2 -, -CC1 2 -, or -NR 14 (00)- group 
capped with a substituted or unsubstituted alkyl, aryl, or heteroaromatic group. 



22. A photothermographic element according to claim 18, wherein 
T is a trifluoromethyl group^2-nitrophenyl group, a thienyl group or a furyl 
group. 



23. A/photothermographic element according to claim 1 wherein 
the photothermographic element contains an imaging layer comprising, in 
addition to the blocked developer, a light sensitive silver halide emulsion, and a 
non-light sensitive silver salt oxidizing agent. 



j im/A photothermographic element according to claim 1 that is 
capable of diy development wjfliout the application of aqueous solutions. 



/ 



25. 



photothermographic element according to claim 1 



comprising a melt former for the blocked developer. 



/ 
t 

i 
t 
i 



26. A photothermographic element according to claim 1 



comprising a mixture of at least two organic silver salts, at least one of which is a 
non-light sensitive silver salt oxidizing agent. 

27. A photothermographic element according to claim 1 that does 

not comprise an effective amount of a basic metal compound slightly soluble in 

i 

water for unblocking the blocked developer. 

j 
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LOgraphic element according to claim 1 wherein 
i/pH of more than 7, even in the presence of 

29. A method of image formation comprising the step of 
developing an imagewise exposed photothermographic elemrat comprising at 
least three light-sensitive units which have their individuaKsensitivities in 
different wavelength regions, each of the units comprising at least one light- 
sensitive silver-halide emulsion, binder, and dye-proyiding coupler, and a blocked 
developer having a half-life (t , /2 ) <20 min, and a peak discrimination, at a 
temperature of at least 60°C, of at least 2.0, which blocked developer and coupler 
is developed in the presence of a thermal solvent having the following formula: 

oh / 

wherein the substituent B is independently selected from a substituent where an 
oxygen, carbon, nitrogen phosphorus or sulfur atom is linked to the ring as part of 
of a ketone, aldehyde, ester, amido, carbamate, ether, aminosulfonyl, sulfamoyl, 
sulfonyl, amine, phosphineyor aromatic heterocylcic group; 
m is 0 to 4; and / 

wherein the substituent/R is independently selected from a substituted or 
unsubstituted alkyl, cycloalkyl, aryl, alkylaryl, or forms a ring with another 
substituent on the Ping; 
n is 0 to 4; and / 
wherein m+n is 1 to 5. 

/ 30. The method of claim 29 wherein the substituent B is linked to 
the ring As part of an ester, amido, ether, aminosulfonyl, sulfamoyl, sulfonyl or 
sulfonte group; 



28. Aphotothej; 
the imaging layer doe^npt^iave^ 
water. 
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3 1 . The method of slaim 29 wherein Dp is 3 or greater and Dp is 
at a temperature of 100 to 160°(£. 

32. A method according to claim 2% wherein said developing 
comprises treating said imagewise exposed elenfent at a temperature between 
about 80°C and about 180°C for a time ranging from about 0.5 to about 60 
seconds. 



33. A method according to claim 29, wherein said developing 
comprises treating said imagewise exposed element to a volume of processing 
solution is between about 0. 1 and about 10 times the volume of solution required 
to fully swell the photographic element. 



34. A method according to claim 29, wherein the developing is 
accompanied by the^appjication of a laminate sheet containing additional 
processing chemicals. 

// 

35 1 A method according to claim 29, wherein the applied 
processing solution is a base, adti, or pure water. 



/ 36.\A-i 



36. \ A^method according to claim 29 wherein image formation 
comprises/the step 6f scanning an imagewise exposed and developed imaging 
element tp form a first electronic image representation of said imagewise 
exposure. 

/ 

37. A method according to claim 29 wherein the image formation 
comprises the step of digitizing a first electronic image representation formed 
from anjimagewise exposed, developed, and scanned imaging element to form a 
digital image. 
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38. A method according to claim 29 wherein image formation 
comprising the step of modifying^ first electronic image representation formed 
from and imagewise exposed/developed, and scanned imaging element 
formulated to form a Seconal electronic image representation. 



I.G 



39. A/m&hetf according to claim 29 comprising storing, 
transmitting, printing, or displaying and electronic image representation of an 
image derived frorrJan imagewise exposed, developed, scanned imaging element. 




40. A metho/ according to claim 39, wherein printing the image 
accomplished with any o^the following printing technologies: 
electrophotography; Wjet; thermal dye sublimation; or CRT or LED printing to 
sensitized photographic paper. 



is 



4 1 . A method according to claim 39 wherein the 
photothermographic elemen/contains an imaging layer comprising, in addition to 
the blocked developer, a light sensitive silver halide emulsion, and a non-light 
sensitive silver salt oxidizing agent. 



42. A: 



lethod/according to claim 29 wherein the developing is 
accomplished in a dry/stat/vithoutyflie application of aqueous solutions. 



43. A metiiodaccording to claim 29 wherein the melt former has 
melting point of at least 100°C. 



44. K method according to claim 29 wherein the melt former has 
melting point of at least 100°C but melts at the temperature of development to 
obtain image formatioj* 



